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Abstract: 

GAS-6E^RATXN6 PYROTECHNIC COMPOSXTZONS WITH A 
HYDROCAI^ONACEOUS BINDER AND CONTINUOUS MANUFACTURING 
PROCESS. 

The invention relates to gas -genera ting pyrotechnic 
compositions to a continuous process which allows 

them to be prej^red. 

Such compositionsX comprise a hydrocarbonaceous binder, 
a nitrogenous orga\ic compound and an oxidizing filler 
comprising ammoniu^ per chlorate and a chlorine 
scavenger . 

The binder is composed ^ither of the combination of a 
polyester gum and of 3^ polyester resin or of the 
combination of an acrylic ^um and of a plasticizer for 
thi s gum , 


The solids (A) and the liquida (B) are introduced into 
the twin-screw mixer- extruder Vl) via two different 
feed openings. The constituents ^re then conveyed and 
kneaded in the compartment (2),\so as to obtain a 
homogeneous paste. This paste is sM:)sequently degassed 
in the compartment (3) and then extr^ed in the form of 
rods (8) . These rods are cut up into charges (9) . 
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